18                       MANUAL OF CYANIDATION
In connection with the apparent increase in extraction at Divisadero due to the use of the double salt the question suggests itself whether the presence of a certain proportion of the potassium base may have the effect of making the solution more active for dissolving the precious metals. R. C. Kline* states that he has noticed a tendency to an increased extraction when potassium salts are present in the solution.
1 Mining and Scientific Press, March 18, 1911.in from Jan., 1912 to December, 1913. "Cyanide" (99% KCN) was in use from April, 1908 to December, 1911. The solution strength maintained throughout was 0.1% free cyanide in terms of KCN by the usual titration methods. The number of pounds of each kind of cyanide charged out of the store was then worked out per ton of ore over the several periods and also the combined extraction in gold and silver. The resulting figures were,
